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IN THE UNITED STATES PATENT & T RADEMARK OFFTCF. 



IN RE APPLICATION OF: 

AKIRA IGARASHI ET AL 

SERIAL NO: NEW PCT APPLICATION 
(BASED ON PCT/JP00/01600) 



ATTN: APPLICATION DIVISION 



FILED: HEREWITH 



FOR: CATALYSTS FOR WATER GAS SHIFT 
REACTION, METHOD FOR REMOVING 
CARBON MONOXIDE IN HYDROGEN 
GAS AND FUEL CELL GENERATION 
SYSTEM 



PRELIMINARY AMENDMENT 



ASSISTANT COMMISSIONER FOR PATENTS 
WASHINGTON, D.C. 20231 

SIR: 

Prior to examination on the merits, please amend the above-identified application as 
follows. 



IN THE CLAIMS 
Please amend the claims as follows: 
Claim 3, line 2, delete "or 2". 

Claim 4, line 2, change "any one of claims 1 to 3" to -claim 1~. 
Claim 6, line 2, change "any one of claims 1 to 5" to -claim 1~. 
Claim 8, line 2, change "any one of claims 1 to 7" to -claim 1— . 



—10. (Amended) The method for removing carbon monoxide according to claim 9 
characterized in that the metal oxide carrier is selected from the group consisting of zirconia ; 
alumina, titania, silica, silica-magnesia, zeolite, magnesia, niobium oxide, zinc oxide and 
chromium oxide [the catalyst for the water shift reaction according to any one of claims 1 to 
8 is used]. 

-12. (Amended) The fuel cell generation system according to claim 1 1 wherein the 
metal oxide is at least one metal oxide selec ted from the group co nsisting of zirconia, 
alumina, titania. silica, silica-magnesia, zeo l ite, mag ne sia, niobium oxide, zin c oxide and 
chromium oxide [catalyst for the water gas shift reaction according to any one of claims 1 to 
8 is used].-- 

Please add the following claims: 

-13. The method for removing carbon monoxide according to Claim 9, wherein the 
supported platinum is in an amount from 0.1% to 10% by weight based on the weight of the 
metal oxide carrier. 

14. The method for removing carbon monoxide according to Claim 9, wherein the 
catalyst further comprise rhenium supported on the metal oxide carrier. 

15. The method for removing carbon monoxide according to Claim 14, wherein 
wherein the supported rhenium is in an amount from 0. 1 % to 10 % by weight based on the 
metal oxide carrier. 

16. The method for removing carbon monoxide according to Claim 9, wherein the 
catalyst further comprises at least one metal selected from the group consisting of yttrium, 
calcium, chromium, samarium, cerium, tungsten, neodymium, praseodymium, magnesium, 
molybdenum and lanthanum supported on the metal oxide carrier. 



17. The method for removing carbon monoxide according to claim 16, wherein the 
supported metal is in an amount from 0.1 % to 10 % by weight based on the weight of the 
metal oxide carrier. 

1 8. The method for removing carbon monoxide according to claim 9, wherein the 
catalyst has been subjected to hot water treatment 

19. The fuel cell generation system according to claim 11, wherein the supported 
platinum is in an amount from 0.1% to 10% by weight based on the weight of the metal 
oxide carrier. 

20. The fuel cell generation system according to claim 1 1 , wherein the catalyst 
further comprise rhenium supported on the metal oxide carrier. 

21. The fuel cell generation system according to claim 20, wherein the supported 
rhenium is in an amount from 0. 1 % to 10 % by weight based on the metal oxide carrier. 

22. The fuel cell generation system according to claim 11, wherein the catalyst 
further comprises at least one metal selected from the group consisting of yttrium, calcium, 
chromium, samarium, cerium, tungsten, neodymium, praseodymium, magnesium, 
molybdenum and lanthanum supported on the metal oxide carrier. 

23. The fuel cell generation system according to claim 22, wherein the supported 
metal is in an amount from 0.1 % to 10 % by weight based on the weight of the metal oxide 
carrier. 

24. The fuel cell generation system according to claim 1 1, wherein the catalyst has 
been subjected to hot water treatment. 

25. The catalyst for the water gas shift reaction according to claim 4, wherein the 
catalyst further comprises at least one metal selected from the group consisting of yttrium, 

-3- 



calcium, chromium, samarium, cerium, tungsten, neodymium, praseodymium, magnesium, 
molybdenum and lanthanum supported on the metal oxide carrier.— 

REMARKS 

Claims 1-25 are active in the present application. The claims are amended to remove 
multiple dependencies. Claims 13-25 are supported by Claims 1-12 and the specification as 
filed herewith. No new matter is added. An action on the merits and allowance of the claims 
is solicited. 

Respectfully submitted, 

OBLON, SPIVAK, McCLELLAND, 
MAIER & NEUSTADT, P.C. 




Attorney of Record 
Registration No. 24,618 

Daniel J. Pereira, Ph.D. 
Registration No. 45,518 
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DESCRIPTION 

CATALYSTS FOR WATER GAS SHIFT REACTION, METHOD 
FOR REMOVING CARBON MONOXIDE IN HYDROGEN GAS 
5 AND FUEL CELL GENERATION SYSTEM 

Technical Field 

The present invention relates to a water-gas-shift- 
reaction catalyst used for converting and removing carbon 
10 monoxide (CO) in a gas which is rich in hydrogen through a 
water gas shift reaction, a method for removing carbon 
monoxide in a hydrogen gas using such catalyst, and a fuel 
cell generation system using such catalyst. 

15 Background Art 

A reformed gas which is rich in hydrogen is produced 
by a steam reforming reaction of a hydrocarbon gas, liquid 
or solid, or a fuel such as methanol or the like with steam, 
and such reformed gas contains carbon monoxide as a by- 

20 product. The reformed gas is used for a supply of hydrogen 
as a fuel in a fuel cell electricity generation system. 

It is contemplated that among fuel cells, a polymer 
electrolyte fuel cell (or solid polymer fuel cell) is used for a 
vehicle, a compact generator and a domestic co-generation 

25 system since it operates at a lower temperature, produces a 
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higher power density, and is expected to be compact and 
light and to have a shortened operation period. 

The polymer electrolyte fuel cell uses a 
perfluorosulfonic acid based polymer membrane as a proton 
5 conductive solid electrolyte and operates at a temperature 
between 50 °C and 100 C°. However, since the polymer 
electrolyte fuel cell operates at such a lower temperature, it 
is likely to be poisoned by an impurity contained in the 
reformed gas which is rich in hydrogen. Particularly, 

10 platinum used for an electrode in a fuel cell unit is likely to 
be poisoned by CO, and generation performance of the unit 
is degraded when CO is contained in the reformed gas 
beyond a certain predetermined concentration. 

Thus, a CO removal unit is provided downstream a 

15 reforming unit which produces the reformed gas rich in 
hydrogen from the fuel, and CO is selectively converted and 
removed through a water gas shift reaction (CO + H 2 0 -> 
C0 2 + H 2 ) so that a concentration of CO in the reformed 
gas is usually reduced to not greater than 1 %. A catalyst 

20 for the water gas shift reaction is used for the CO removal 
as a CO conversion catalyst, and hitherto a Cu-Zn based 
catalyst has been conventionally used. It is noted that in 
the generation system using the polymer electrolyte fuel 
cell, a selective oxidation reaction unit is additionally 

25 provided downstream the CO removal unit so that the CO 
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concentration in the hydrogen gas is further reduced for 
example to not larger then 50 ppm, and the hydrogen gas of 
which CO concentration is thus reduced -is supplied to a 
fuel cell unit. 

5 

Disclosure of Invention 

However, since an activity of the Cu-Zn based catalyst 
is low, a large amount of the catalyst has to be used in 
order that the CO concentration in the hydrogen gas is 

10 reduced to not larger than 1 %. Further, its activity ages, 
and therefore the catalyst has be replaced with a fresh 
catalyst periodically. Therefore, it is difficult to apply the 
Cu-Zn based catalyst to a fuel ceil generation system 
wherein start and stop are repeatedly carried out, and in 

15 particular to a compact fuel cell generation system. 

The present invention has been made considering the 
problem as described above, and an object of the present 
invention is to provide a catalyst for a water gas shift 
reaction which can removes CO effectively in a hydrogen 

20 gas preferably within a broader temperature range and 
which can be used for the removal of CO contained in the 
hydrogen gas. Such catalyst can be used as a catalyst 
which accelerates a water gas shift reaction when CO is 
removed from a gas rich in hydrogen which is formed 

25 particularly in a fuel cell generation system. 
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Another object of the present invention is to provide a 
method for reducing carbon monoxide in a hydrogen gas in 
which method the hydrogen gas containing carbon monoxide 
contacts with the catalyst for the water gas shift reaction 
5 catalyst as described above. 

A further object of the present invention is to provide 
a fuel cell generation system characterized in that a 
hydrogen gas which contains carbon monoxide contacts 
with the catalyst for the water gas shift reaction, and an 

10 obtained hydrogen gas of which carbon monoxide content is 
reduced is supplied to a fuel cell unit. 

In the first aspect, the present invention provides a 
catalyst for a water gas shift reaction characterized in that 
at least platinum is supported as an active component on a 

15 metal oxide carrier. 

In the catalyst according to the present invention, the 
metal oxide carrier is preferably at least one selected from 
the group consisting of zirconia, alumina, titania, silica, 
silica-magnesia, zeolite, magnesia, niobium oxide, zinc 

20 oxide and chromium oxide (it is to be noted that a metal 
herein includes also silicon). Among those oxides, zirconia 
is particularly preferable. Also, a carrier of zirconia, 
alumina, silica, silica-magnesia, zeolite, magnesia, niobium 
oxide, zinc oxide or chromium oxide coated with titania may 

25 be used as the metal oxide carrier. 
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As to the catalyst according to the present invention, 
an amount of the active component supported by the carrier 
is preferably between 0.1 % by weight and 10.0 % by weight 
converted into a platinum metal expression based on a 
5 weight of the carrier (that is, based on a weight of the 
carrier itself which does not include the active component, 
which is also applicable hereinafter to the amount of the 
supported active component). 

According to one embodiment, rhenium is supported as 

10 another active component in addition to platinum in the 
catalyst of the present invention. In this case, an amount 
of supported rhenium (converted into a rhenium metal 
expression) is preferably between 0.1 % by weight and 
10.0 % by weight based on a weight of the carrier. 

15 In a further embodiment, at least one other metal 

selected from the group consisting of yttrium, calcium, 
chromium, samarium, cerium, tungsten, neodymium, 
praseodymium, magnesium, molybdenum and lanthanum is 
further supported as a further active component in the 

20 catalyst of the present invention in addition to platinum and 
rhenium optionally present as described above. In this 
case, an amount of the further supported active 
component(s) (converted into a metal expression) is in total 
preferably between 0.1 % by weight and 10.0 % by weight 

25 based on a weight of the carrier. 
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As to the catalyst according to the present invention, 
any suitable manner may support the active component on 
the carrier. For example, a salt of a metal which is suitable 
for the active component is dissolved in a suitable solvent 

5 such as water, and thus obtained solution is mixed with the 
carrier (for example in a powder form) to produce a mixture 
(for example a slurry) before the mixture is dried 
(preferably dried by heating), so that the carrier is obtained 
as the catalyst for the water gas shift reaction on which 

10 carrier the active component is supported. 

The obtained catalyst for the water gas shift reaction 
is preferably subjected to firing thereafter. In the present 
invention, firing means a treatment wherein the carrier on 
which the active component is supported is kept at an 

15 elevated temperature, and makes it possible to produce a 
catalyst of which activity is higher. For example, the 
carrier is kept at a temperature between 400 °C and 600 °C 
(for example, 500 °C) for a period between one hour and six 
hours (for example, two hours) in a suitable atmosphere 

20 (for example, in air or in an inert atmosphere). 

In other embodiment, in place of or before firing, the 
catalyst for the water gas shift reaction which is produced 
by the above supporting is preferably subjected to a 
washing treatment. The washing treatment is carried out 

25 using water, preferably warm water and more preferably hot 
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water (for example, boiling water). Concretely, the washing 
treatment is so carried out that the carrier which includes 
the active component thereon is dispersed in water which is 
agitated, and then the carrier is separated (for example, by 
5 filtration) followed by drying. 

In the second aspect, the present invention provides a 
process of producing a catalyst for a water gas shift 
reaction which removes carbon monoxide in a hydrogen gas, 
which process comprises the steps of: 

10 (1) producing a slurry by mixing a metal oxide carrier 

and a solution (preferably an aqueous solution) of a 
platinum salt, and 

(2) drying thus obtained slurry so as to obtain a dried 
carrier. According to this process, the catalyst for the 

15 water gas shift reaction according to the present invention 
as described above is produced. 

The process according to the present invention may 
further comprise the step of (3) firing the dried carrier thus 
obtained. In another embodiment, in place of or before 

20 carrying out the firing step, the process may further 
comprise the step of (4) washing the obtained dried carrier 
or the fired carrier and particularly washing it with hot 
water. It is noted that in the process according to the 
present invention, the platinum salt is converted to 

25 platinum as the active component and supported during 
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drying the slurry drying (step (2)), and further during the 
firing (step (3)) and/or during the washing (step (4)). 

The explanations as to the catalyst of the present 
invention as described above are applicable to the metal 
5 oxide carrier, the amount of the supported platinum, the 
firing, and the washing and so on in the process of 
producing the catalyst according to the present invention. 
In addition, rhenium in addition to platinum may be 
supported by the carrier, in which a solution of a rhenium 

10 salt is used in place of the solution of the platinum salt. 

As to supporting rhenium, rhenium together with 
platinum may be supported by the carrier, in which an 
aqueous solution containing both the rhenium salt and the 
platinum salt together is prepared (or an aqueous solution 

15 containing the platinum salt and an aqueous solution 
containing the rhenium salt are mixed), and the steps 
described above are carried out using the obtained solution 
(or the mixture). Alternatively, the above steps (1) and (2) 
in series are repeated twice wherein one component is 

20 supported first and the other component is supported 
subsequently so that the carrier is obtained which supports 
platinum and rhenium. 

In the process according to the present invention, in 
addition to platinum or in addition to platinum and rhenium 

25 as the additional active component, at least one other metal 
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as described above may be supported by the carrier as a 
further additional active component. In this case, all of the 
metals may be supported together or each of the metals 
may be supported separately as in the case of rhenium as 
5 described above. It is noted that as to amounts of rhenium 
and the other metal to be supported, the above 
explanations as to the catalyst of the present invention are 
applicable. 

Further, in the third aspect, the present invention 
10 provides a method for removing carbon monoxide from a 
hydrogen gas containing carbon monoxide characterized in 
that the hydrogen gas is contacted with a catalyst for a 
water gas shift reaction which comprises a metal oxide 
carrier supporting at least platinum. As the catalyst for the 
15 water gas shift reaction in this method, the catalyst 
according to the present invention which is described above 
can be used. 

In this method, the hydrogen gas which contains 
carbon monoxide is contacted with the catalyst for the 

20 water gas shift reaction which is retained by a proper 
means or manner at a temperature between 200 °C and 
400 °C and preferably a temperature between 220 °C and 
350 °C in the presence of steam. The steam may be 
supplied in any suitable manner. The hydrogen gas which 

25 is used in this method is not particularly limited as far as it 
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contains carbon monoxide. For example, the method 
according to the present invention is preferably applied to a 
reformed gas which contains hydrogen as a main component, 
and also contains carbon monoxide and steam so that a 
5 concentration of carbon monoxide contained in the gas is 
reduced. 

Thus, in the fourth aspect, the present invention 
provides a fuel cell generation system which comprises a 
CO removing unit which contains a catalyst for a water gas 

10 shift reaction comprising a metal oxide carrier which 
supports at least platinum, which system is characterized in 
that the CO removing unit contacts a reformed gas as a 
hydrogen gas containing carbon monoxide produced by a 
steam reforming unit with the catalyst for the water gas 

15 shift reaction, whereby the hydrogen gas of which carbon 
monoxide concentration has been reduced is produced. 
The hydrogen gas of which carbon monoxide concentration 
has been reduced is supplied to a fuel cell unit. It is noted 
that when thus reduced carbon monoxide concentration in 

20 the hydrogen gas has to be further reduced before the 
hydrogen gas is supplied to the fuel cell unit (for example 
in the case of the polymer electrolyte fuel cell generation 
system), the hydrogen gas of which carbon monoxide 
concentration has been reduced through the CO removing 

25 unit is passed through a selective oxidation unit before it is 



1 1 

supplied to the fuel cell unit. 

Brief Description of Drawings 

Fig. 1 is a graph which shows relationships between a 
5 reaction temperature and a CO conversion when catalysts 
according to Examples 1 to 5 and Comparative Example 
were used; 

Fig. 2 is a graph which shows relationships between a 
reaction period and a CO conversion when catalysts 
10 according to Examples 3 and 4 and Comparative Example 
were used; 

Fig. 3 is a graph which shows reaction selecti vities 
when catalysts according to Example 3 and Examples 6 to 
1 6 were used. 

15 Fig. 4 is a graph which shows relationships between a 

reaction temperature and a CO conversion when catalysts 
according to Examples 3, 17 and 18 and Comparative 
Example were used; 

Fig. 5 is a graph which shows relationships between a 

20 reaction period and a CO conversion when catalysts 
according to Example 3, 4 and 19 and Comparative Example 
were used; 

Fig. 6 is a graph which shows CO conversions when 
catalysts according to Examples 3 and 20 to 27 and 
25 Comparative Example were used; 
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Fig. 7 is a graph shows relationships between a 
reaction temperature and a CO conversion when catalysts 
according to Example 17 and Comparative Example were 
used in Example 28. 

Embodiment for Carrying Out the Invention 

Embodiments according to the present invention will 
be explained hereinafter. 

In the present invention, as the metal oxide which is 
the carrier for the active component, at least one selected 
from the group consisting of zirconia, alumina, silica, 
silica-magnesia, zeolite, magnesia, niobium oxide, zinc 
oxide, chromium oxide and these metal oxide coated with 
titania (for example those coated through CVD), and titania. 
Those metal oxides may be ones commercially available. 
The carrier may be in the form of powder or particles, or in 
the form of a shaped article such as a pellet. 

Alternatively, the metal oxide as described above may 
be one which are produced from other compound(s) by any 
suitable method. For example, zirconia as the carrier may 
be prepared by firing a hydrate of zirconium hydroxide as a 
starting material. 

Having platinum as the active component supported on 
such a carrier (for example a zirconia carrier) may be 
performed by adding the carrier into an aqueous solution of 
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a platinum salt (for example chloroplatinic acid), 
evaporating the solution while stirring, and optionally 
further heating the material obtained through evaporating 
so as to dry it, whereby the catalyst for the water gas shift 

5 reaction according to the present invention is obtained. 
Optionally, when the material obtained through evaporating 
or further heating has a large size (for example when it is 
in the form of a mass, it may be pulverized. When 
necessary, the carrier supporting the active component may 

10 be subjected to the firing treatment optionally after the 
pulverization. 

It is noted that when the obtained carrier is fine, it 
may be pressed to produce pellets using for example a 
press followed by pulverizing the produced pellets so as to 

15 produce catalyst particles having a diameter between 0.5 
mm and 1.0 mm. Such carrier may be used as the catalyst 
for the water gas shift reaction wherein the active 
component is supported by the carrier, and CO contained in 
the hydrogen gas is removed using the particles. 

20 As to the catalyst for the water gas shift reaction 

according to the present invention, a supported amount of 
platinum is in the range between 0.1 % and 10 % by weight 
based on the carrier weight. When the supported amount of 
platinum is less than 0.1 % by weight, it is difficult to have 

25 a sufficient catalyst activity to convert CO in H 2 to C0 2 
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through the water gas shift reaction upon the removal of CO. 
When the supported amount of platinum is greater than 
10.0 % by weight, the catalyst activity is not so further 
improved and a production cost of the catalyst often 
5 becomes unprofitable. 

The CO removing catalyst may be also obtained by 
having other active component supported on the carrier in 
addition to platinum. As such other active component, 
rhenium and yttrium, calcium, chromium, samarium, cerium, 

10 tungsten, neodymium, praseodymium, magnesium, 
molybdenum and lanthanum may be used. One or more 
metals selected from these metals may be supported on a 
zirconia carrier. When other active component(s) is 
supported, a salt of the selected active component is used 

15 in the supporting manner as described in the above. 

Upon the preparation of the catalyst for the water gas 
shift reaction wherein the active component(s) in addition 
to platinum is supported on the carrier, when a metal(s) 
such as rhenium, and/or yttrium, calcium, chromium, 

20 samarium, cerium, tungsten, neodymium, praseodymium, 
magnesium, molybdenum and/or lanthanum is used as the 
active component, an aqueous solution of a platinum salt 
(such as chloroplatinic acid) and an aqueous solution(s) of 
a salt(s) of said other metal(s) (or an aqueous solution 

25 which contains these all salts together) are mixed with the 



15 



carrier, and then the obtained mixture is evaporated while 
being stirred, and the material obtained through the 
evaporation is heated so as to further dry if necessary. A 
subsequent treatment thereafter may be similar to that in 
5 the case of having platinum supported as described before. 
When a plurality of the metals are supported on the carrier 
as described above, it is not particularly critical in which 
form the metals are supported on the carrier as long as the 
effect as to the water gas shift reaction is provided. Thus, 

10 the metals may be or may not be in a state of an alloy. 

By having at least one selected from the above metals 
in addition to platinum supported on the carrier, the 
catalyst activity to remove CO is increased, and hydrogen 
consumption is because of methanation reaction 

15 simultaneously prevented. The methanation reaction in 
which CO reacts with H 2 to form methane occurs as a side 
reaction upon the conversion of CO in H 2 into C0 2 for the 
purpose of the removal of CO. Particularly, by having 
rhenium in addition to platinum supported, an effect to 

20 further increase the catalyst activity to remove CO is 
obtai ned. 

In this case, a supported amount of rhenium is 
preferably in the range between 0.1 % and 10.0 % by 
weight converted into the rhenium metal expression based 
25 on the carrier weight. As to the metal(s) other than 



16 



rhenium, a supported amount of such metal(s) is preferably 
in the range between 0.1 % and 10.0 % by weight of the 
total of such metal(s). When the supported amount of 
such metal(s) is less than 0.1 % by weight, it is difficult to 
5 have a sufficient effect to prevent the methanation reaction. 
When the supported amount of such metal(s) is greater than 
10.0 % by weight, the effect to prevent the methanation 
reaction is not so further improved and a production cost of 
the catalyst becomes unprofitable. 

10 In the above description, the active component such 

as platinum is supported by adding the aqueous solution of 
the salt of the active component to the carrier followed by 
evaporating the solution, further heating to dry and then 
firing the carrier. However, the catalyst for the water gas 

15 shift reaction according to the present invention may be 
produced by washing and particularly washing with hot 
water the carrier after evaporating or further heating. That 
is, the catalyst comprising the carrier supporting platinum 
and optionally the other metal(s) is stirred in the hot water 

20 (at a temperature between 80 °C and 100 °C, preferably 
boiling water) for a predetermined period (for example one 
hour) followed by filtration so as to separate the catalyst. 
After repeating such washing several times (and preferably 
until filtrate gets clear) and then drying, a catalyst is 

25 produced. Alternatively, the dried catalyst may be pressed 
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into the form of pellets, and thus obtained pellets may be 
pulverized into particles having a diameter between 0.5 mm 
and 1.0 mm so that the catalyst for the water gas shift 
reaction wherein the carrier supports platinum is obtained. 
5 When washing, and particularly washing with the hot water 
is carried out as described above, the subsequent firing 
may be or may not be carried out. 

By carrying out washing as described above, it is 
contemplated that what is present in the carrier and able to 

10 adversely affect the CO removal through the water gas shift 
reaction (for example, a material which is resulted from the 
carrier or the active component salt such as a chlorine ion) 
is reduced or removed from the carrier so that the catalyst 
activity to remove CO is further increased. For example, 

15 the adverse effect induces conversion degradation, 
selectivity degradation and increase of a by-product(s). 

It is generally noted that when the water gas shift 
reaction is conducted while using the catalyst according to 
the present invention, the catalyst is preferably subjected 

20 to a reduction treatment prior to conducting the water gas 
shift reaction since the active metal may have been 
oxidized. The reduction treatment may be carried out in 
any suitable manner, and for example in a manner wherein 
the catalyst is contacted with hydrogen at an elevated 

25 temperature. 
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According to the present invention, the catalyst for the 
water gas shift reaction produced as described in the above 
is able to be used in a water gas shift reaction unit wherein 
CO is removed from a reformed gas which is rich in 

5 hydrogen and which is produced from a hydrocarbon based 
gas (such as a butane gas), a hydrocarbon liquid or solid, 
or an alcohol fuel such as methanol and steam through a 
steam reforming reaction unit. Such water gas shift 
reaction unit is combined with a selective oxidization unit 

10 (for example a unit comprising a Ru-based selective 
oxidation catalyst) which is located downstream the unit, so 
that the CO concentration of the reformed gas is reduced 
below a predetermined level, and such reformed gas is 
supplied to a fuel cell unit, whereby a fuel cell generation 

15 system for example, the polymer electrolyte fuel cell 
generation system is formed. Such system is optimal for an 
automobile, a compact generator or a domestic 
cogeneration system. 

20 Industrial Applicability 

The catalyst for the water gas shift reaction according 
to the present invention wherein the metal oxide carrier 
supports at least platinum is able to effectively remove CO 
in a hydrogen gas at a temperature within a broader 

25 temperature range for example between 200 °C and 400 °C 
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so that it is easily applied to a compact and portable fuel 
cell generation system which repeats its start and stop 
operations. 

When the metal oxide carrier is at least one selected 
5 from the group consisting of zirconia, alumina, silica, 
silica-magnesia, zeolite, magnesia, niobium oxide, zinc 
oxide and chromium oxide and these metal oxide coated 
with titania, and titania, the CO removing activity of the 
catalyst for the water gas shift reaction in which platinum is 

10 supported is effectively obtained. Among them, using 
zirconia as the carrier is in particular effective. In addition, 
when the supported amount of platinum is in the range 
between 0.1 % by weight and 10 % by weight based on the 
carrier weight, the CO removing activity from the reformed 

15 gas of the catalyst becomes further more effective. 

The catalyst in which rhenium in addition to platinum 
is supported is able to enhance the CO removing activity of 
the catalyst and simultaneously to prevent the occurrence 
of the methanation reaction. In addition, when the 

20 supported amount of rhenium is in the range between 0.1 % 
by weight and 10 % by weight based on the carrier weight, 
the effect to prevent the methanation reaction is effectively 
achieved. 

When the carrier supports, in addition to platinum or in 
25 addition to platinum and rhenium, at least one metal 
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selected from the group consisting of yttrium, calcium, 
chromium, samarium, cerium, tungsten, neodymium, 
praseodymium, magnesium, molybdenum and lanthanum, it 
is possible to enhance the CO removing activity and 
5 simultaneously to prevent the occurrence of the 
methanation reaction. In addition, when the supported 
amount of those metals is in the range between 0.1 % by 
weight and 10 % by weight based on the carrier weight, the 
effect to prevent the methanation reaction is effectively 

10 achieved. 

It is noted that the catalyst which is obtained by the 
washing treatment and particularly the washing treatment 
using the hot water after the active component has been 
supported has the enhanced activity, so that such catalyst 

15 is preferably used for the removal of CO from the hydrogen 
gas. 

In addition, the reformed gas rich in hydrogen which is 
produced through the steam reforming reaction of a butane 
gas as a hydrocarbon based fuel with steam may be 

20 contacted with the catalyst for the water gas shift reaction 
according to the present invention, followed by being 
contacted with the Ru-based selective oxidation catalyst, so 
that thus obtained reformed gas may be supplied to the 
polymer electrolyte fuel cell, whereby using the reformed 

25 gas which is obtained from the fuel through the steam 
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reforming reaction, through the water gas shift reaction and 
through the selective oxidation, electrically generation can 
be carried out by means of the fuel cell. 

5 Examples 

The present invention will be concretely explained with 
reference to examples. 

Examples 1 to 5 

10 Using a firing furnace, n-hydrate of zirconium 

hydroxide (Zr0 2 # H 2 0, manufactured by Mitsuwa Chemicals 
Co. Ltd.) was subjected to a firing treatment wherein it was 
heated to a temperature of 500 °C in one hour in an air flow 
of 60 ml/min., and kept at that temperature for one hour, 

15 and thereby zirconium oxide was obtained as a zirconia 
carrier. 

A predetermined amount of the obtained zirconia 
carrier was charged into an evaporating dish located above 
a water bath. Pure water was added to the carrier and they 

20 are mixed intimately. An aqueous solution of chloroplatinic 
acid hexahydrate (manufactured by NACALAI TESQE INC.) 
was added to the evaporating dish, and pure water was 
further added to reach a predetermined concentration. The 
dish was located above the water bath while stirring so that 

25 the evaporation to dryness of the contents in the dish was 
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carried out, during which a metal salt depositing on a wall 
of the evaporating dish was washed away with pure water 
into the bottom of the dish. Such depositing salt arose with 
the water evaporation. The evaporation to dryness took 
5 one hour. 

The obtained material through the evaporation to 
dryness was further dried at a temperature of about 100 °C 
for at least 15 hours. The dried material was pulverized 
into powder in an agate mortar, and the powder was 

10 subjected to a firing treatment using a firing furnace 
wherein it was heated to a temperature of 500 °C in one 
hour in an air flow of 60 ml/min., and kept at that 
temperature for one hour. 

Then, thus obtained powder was pressed at a pressure 

15 of about 3600 kg/cm 2 for 10 seconds using a manually 
operated press, and obtained pellets were pulverized into 
particles of which diameter was in the range between 0.5 
mm and 1.0 mm, whereby a catalyst for the water gas shift 
reaction was obtained which supported platinum of 3 % by 

20 weight (based on the carrier weight) on the zirconia carrier. 

It is noted that by variously changing a charged 
amount of the aqueous solution of chloroplatinic acid, 
catalysts for the water gas shift reaction (Pt/Zr0 2 
catalysts) were produced of which supported amounts of 

25 platinum are different as shown in Table 1 below: 
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Table 1 





supported amount of platinum 


Example 1 


0.5 % by weight 


Example 2 


1.0 % by weight 


Example 3 


3.0 % by weight 


Example 4 


5.0 % by weight 


Example 5 


8.0 % by weight 



As to the above catalysts according to Examples 1 to 5, 
5 their performances to remove CO were estimated as 
follows: 

The catalyst (0.7 ml) was charged into a reaction tube, 
which was heated to a temperature of 500 °C in one hour 
and kept at that temperature for one hour while flowing 

10 hydrogen through the tube, so that a reduction treatment of 
the catalyst was carried out. Then, the temperature was 
lowered to 200 °C in one hour while flowing helium followed 
by stopping the flow of helium, and a CO containing gas in 
which H 2 0 and CO was mixed in a molar ratio (H 2 0/CO) of 

15 1.3 was supplied to the tube at a condition of 3650 (1/hr) 
SV (space velocity) based on CO so that the water gas shift 
reaction was performed at a temperature of 200 °C, 
whereby a CO removing experiment was initiated. 

After the reaction got stable, gas samples were 

20 obtained at an inlet and an outlet of the tube, and analyzed 
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by means of a gas chromatography (thermal conductivity 
detector) so that a conversion ratio of CO into C0 2 (CO 
conversion) was obtained. Further, the reaction 

temperature was elevated to 250 °C, 300 °C and 350 °C. 
5 Similarly to the above, samples were obtained after the 
reactions became stable, and analyzed whereby obtaining 
the CO conversions. 

It is noted that a CO removing experiment as 
Comparative Example was also carried out similarly to 

10 Examples 1 to 5 except that a Cu/ZnO catalyst ("N211" 
manufactured by Nikki Chemical Co., Ltd.) was used and 
the reduction treatment was carried out at a temperature of 
300 °C. The results are shown in Fig. 1. 

Next, aging of the catalysts was measured. This 

15 measurement was carried out as to the catalysts according 
to Examples 3 and 4 and Comparative Example. After 
carrying out the reduction treatment first as described 
above, the temperature of the reaction tube was lowered to 
250 °C in one hour followed by stopping the helium supply, 

20 and the CO containing gas was supplied as in the above. 
After the reaction got stable, gas samples were obtained at 
the inlet and the outlet of the tube every 30 minutes, and 
analyzed by means of a gas chromatography so that CO 
conversions were obtained. The results are shown in Fig. 2. 

25 It is seen from Fig. 1 that there is not so large 
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difference in the catalysts between the Examples and 
Comparative Example at a temperature of 200 °C, but the 
Pt/Zr0 2 catalyst of each Example (especially the catalyst 
having a larger supported amount) has a larger activity than 
5 the Cu/ZnO catalyst of Comparative Example. In addition, 
it is seen from Fig. 2 that the activity of Cu/ZnO catalyst of 
Comparative Example gradually decreases just after start of 
the experiment while the activity of Pt/Zr0 2 catalyst of 
Example 3 or 4 does not decrease. 
10 Therefore, it is contemplated that when considering 

Figs. 1 and 2, the catalyst according to the present 
invention has a CO removing performance which is more 
effective than that of the catalyst of Comparative Example. 

15 Example 6 

A predetermined amount of the zirconia carrier 
which was prepared in Examples 1 to 5 was charged into an 
evaporating dish located above a water bath. Pure water 
was added to the carrier and they are mixed intimately. An 

20 aqueous solution of chloroplatinic acid hexahydrate 
(manufactured by NACALAI TESQE INC.) and an aqueous 
solution of lanthanum nitrate hexahydrate (manufactured by 
Wako Pure Chemicals Industries, Ltd.) were added to the 
evaporating dish, and pure water was further added to 

25 reach predetermined concentrations. The dish was located 



26 



above the water bath while stirring so that the evaporation 
to dryness of the contents in the dish was carried out, 
during which metal salts depositing on a wall of the 
evaporating dish were washed away with pure water into 

5 the bottom of the dish. Such depositing salts arose with 
proceeding of the water evaporation. The evaporation to 
dryness took one hour. 

The obtained material through the evaporation to 
dryness was further dried at a temperature of about 100 °C 

10 for at least 15 hours. The dried material was pulverized 
into powder in an agate mortar, and the powder was 
subjected to a firing treatment using a firing furnace 
wherein it was heated to a temperature of 500 °C in one 
hour in an air flow of 60 ml/min., and kept at that 

15 temperature for one hour, so that platinum was supported at 
in amount of 3.0 % by weight (based on the carrier weight) 
and lanthanum was supported in an amount of 5.0 % by 
weight. 

Then, thus obtained powder was pressed at a pressure 
20 of about 3600 kg/cm 2 for 10 seconds using a manually 
operated press, and obtained pellets were pulverized into 
particles of which diameter was in the range between 0.5 
mm and 1.0 mm, whereby a catalyst for the water gas shift 
reaction was obtained which supported platinum and 
25 lanthanum on the zirconia carrier. 
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Examples 7 to 1 6 

Using a salt of a metal which is an active component 
as shown in Table 2 below in place of lanthanum nitrate 
hexahydrate, a catalyst for the water gas shift reaction was 
obtained wherein other metal shown in Table 3 below in 
addition to platinum was supported by the zirconia carrier. 
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Table 2 



Example 


salt of active 
component 


manufacturer 


Example 6 


lanthanum nitrate 
hexa hydrate 


Wako Pure 
Chemicals 


Example 7 


praseodymium (III) 
nitrate hexahydrate 


Wako Pure 
Chemicals 


Example 8 


yttrium nitrate n- 
hydrate 


Wako Pure 
Chemicals 


Example 9 


neodymium (III) nitrate 
hexahydrate 


Wako Pure 
Chemicals 


Example 1 0 


calcium nitrate 
tetrahydrate 


Wako Pure 
Chemicals 


Example 1 1 


samarium nitrate 
nexahydrate 


Wako Pure 
Chemicals 


Example 12 


chromium (III) nitrate 
nonahydrate 


NACALAI TESQE 


Example 13 


cerium (III) nitrate 
hexahydrate 


NACALAI TESQE 


Example 14 


magnesium nitrate 
hexahydrate 


Wako Pure 
Chemicals 


Example 1 5 


ammonium 

paratungstate 

pentahydrate 


NACALAI TESQE 


Example 16 


ammonium molybdate 
tetrahydrate 


Kojund Kenkyusho 


Example 1 7 


ammonium perrhenate 


Mitsuwa Chemicals 
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Table 3 





supported 


other active 


supported 




amount of 


component 


amount 




Pt (wt %) 




(wt %) 


Example 6 


3.0 


lanthanum 


5.0 


Example 7 


3.0 


praseodymium 


5.0 


Example 8 


3.0 


yttrium 


5.0 


Example 9 


3.0 


neodymium 


5.0 


Example 1 0 


3.0 


calcium 


5.0 


Example 1 1 


3.0 


samarium 


5.0 


Example 12 


3.0 


chromium 


5.0 


Example 1 3 


3.0 


cerium 


5.0 


Example 14 


3.0 


magnesium 


5.0 


Example 1 5 


3.0 


tungsten 


5.0 


Example 1 6 


3.0 


molybdenum 


5.0 


Example 1 7 


3.0 


rhenium 


1.0 


Example 1 8 


3.0 


rhenium 


3.0 



As to the catalysts according to Examples 6 to 16 and 
Example 3 prepared as described above, the CO removing 
5 experiments were carried out similarly to those as 
described above. The results are shown in Fig. 3. Fig. 3 
shows a reaction selectivity which is a ratio of CO 
converted to C0 2 , not to CH 4 , upon the CO removal through 
the conversion of CO to C0 2 at a reaction temperature of 
10 350 °C, and it is seen that the catalysts according to 
Examples 6 to 16 have higher reaction selecti vities than the 
catalyst according to Example 3 which supports only 
platinum. 
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Example 1 7 

A predetermined amount of the zirconia carrier which 
was prepared in Examples 1 to 5 was charged into an 
5 evaporating dish located above a water bath. Pure water 
was added to the carrier and they are mixed intimately. An 
aqueous solution of ammonium perrhenate (manufactured 
by Mitsuwa Chemicals Co. Ltd.) was added to the 
evaporating dish, and pure water was further added to 

10 reach a predetermined concentration. The dish was located 
above the water bath while stirring so as to dry at a 
temperature of about 100 °C for at least 15 hours, during 
which a metal salt depositing on a wall of the evaporating 
dish were washed away with pure water into the bottom of 

15 the dish. Such depositing salt arose with proceeding of the 
water evaporation. As a result, rhenium was supported by 
the zirconia carrier. 

Then, using the zirconia carrier supporting rhenium, 
platinum was supported by the carrier similarly to Examples 

20 1 to 5, so that a catalyst for the water gas shift reaction 
was obtained wherein the zirconia carrier supported 3.0 % 
by weight of platinum and 1.0 % by weight of rhenium. 

Example 1 8 

25 Similarly to Example 17 except that an added amount 
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of the aqueous solution of ammonium perrhenate 
(manufactured by Mitsuwa Chemicals Co. Ltd.) was changed, 
a catalyst for the water gas shift reaction was obtained 
wherein the zirconia carrier supported 3.0 % by weight of 
5 platinum and 3.0 % by weight of rhenium. 

As to the prepared catalysts of Examples 17 and 18 
and Example 3 and Comparative Example, the CO removing 
experiments were carried out similarly to the above. The 
10 results are shown in Fig. 4. It is seen from Fig. 4 that the 
catalysts of Examples 17 and 18 have high activities, and 
they are highly active even at a temperature equal to or 
lower than 250 °C. 

15 Example 1 9 

A predetermined amount of the zirconia carrier which 
was prepared in Examples 1 to 5 was charged into an 
evaporating dish located above a water bath. An 
appropriate amount of pure water was added to the carrier 

20 and they are mixed intimately. An aqueous solution of 
chloroplatinic acid (manufactured by NACALAI TESQE INC.) 
was added to the evaporating dish, and pure water was 
further added to reach a predetermined concentration. The 
dish was located above the water bath while stirring so that 

25 evaporation to dryness of the contents in the dish was 
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carried out for one hour, during which a metal salt 
depositing on a wall of the evaporating dish were washed 
away with pure water into the bottom of the dish. Such 
depositing salt arose with proceeding of the water 
5 evaporation. The obtained material through the evaporation 
to dryness was dried dry at a temperature of about 100 °C 
for at least 15 hours. 

The catalyst thus obtained was stirred in hot water (at 
a temperature of about 100 °C) for about one hour followed 
10 by settling and filtrating the catalyst. This process was 
repeated until the filtrate became clear. Then, the filtrated 
catalyst was dried at a temperature of 100 °C for at least 
1 5 hours. 

Then, thus obtained catalyst was pressed at a 
15 pressure of about 3600 kg/cm 2 for about 10 seconds using 
a manually operated press, and obtained pellets were 
pulverized into particles of which diameter was in the range 
between 0.5 mm and 1.0 mm, whereby a catalyst for the 
water gas shift reaction was obtained which supported 
20 platinum of 3.0 % by weight on the zirconia carrier. 

As to the prepared catalyst of Examples 19, the same 
activity aging experiment was carried out similarly to the 
experiments as to the catalysts of Examples 3 and 4 and 
25 Comparative Example. The results are shown in Fig. 5. It 
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is seen from Fig. 5 that the catalyst of Example 19 has a 
further higher activity than of course the catalyst of 
Comparative Example or the catalyst of Example 3 or 4, and 
that similarly to the catalysts of Examples 3 and 4, the 
5 activity of the catalyst of Example 19 does not degrade. 

Examples 20 to 27 

Using a firing furnace, an agent shown in Table 4 
below was subjected to a firing treatment wherein it was 
10 heated to a temperature of 500 °C in one hour in an air flow 
of 60 ml/min., and kept at that temperature for one hour, 
and thereby a carrier of each of Examples 20 to 27 was 
prepared. 

A predetermined amount of the obtained each carrier 
15 was charged into an evaporating dish located above a water 
bath. Pure water was added to the carrier and they are 
mixed intimately. An aqueous solution of chloroplatinic 
acid hexahydrate (manufactured by NACALAI TESQE INC.) 
was added to the evaporating dish, and pure water was 
20 further added to reach a predetermined concentration. The 
dish was located above the water bath while stirring so that 
the evaporation to dryness of the contents in the dish was 
carried out, during which a metal salt depositing on a wall 
of the evaporating dish was washed away with pure water 
25 into the bottom of the dish. Such depositing salt arose with 
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the water evaporation. The evaporation to dryness took two 
hours. 

The obtained material through the evaporation to 
dryness was further dried at a temperature about 100 °C for 
5 at least 15 hours. The dried material was pulverized into 
powder in an agate mortar, and the powder was subjected 
to a firing treatment wherein it was heated to a temperature 
of 500 °C in one hour in an air flow of 60 ml/min., and kept 
at that temperature for one hour. 

10 Then, thus obtained powder was pressed at a pressure 

of about 3600 kg/cm 2 for 10 seconds using a manually 
operated press, and obtained pellets were pulverized into 
particles of which diameter was in the range between 1.4 
mm and 2.0 mm, whereby a catalyst for the water gas shift 

15 reaction was obtained. The catalyst of each Example 
supported 3 % by weight of platinum. 



Table 4 



Example 


feedstock for carrier 


manufacturer 


Example 20 


alumina 


NACALAI TESQE 
INC. 


Example 21 


titania 


reference catalyst 
of Catalysis Society 


Example 22 


silica 


Davison Inc. 


Example 23 


magnesia 


KANTO KAGAKU 


Example 24 


niobium oxide 


NACALAI TESQE 
INC. 
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Example 25 


zinc oxide 


NACALAI TESQE 
INC. 


Example 26 


chormium oxide 


NACALAI TESQE 
INC. 


Example 27 


zeolite 


reference catalyst 
of Catalysis Society 



As to the catalysts for the water gas shift reaction of 
Example 3 and 20 to 27, the CO removal performances were 
estimated. The estimation experiments were carried out as 
5 follows: 

First, 3.3 ml of the catalyst for the water gas shift 
reaction was charged in to a reaction tube, and H 2 0 and a 
gas mixture which contained H 2 (70 %), CO (10 %), C0 2 
(15 %) and CH 4 (5 %) were supplied to the tube under 

10 conditions of a molar ratio (H 2 0/CO) of 7.5 and SV (based 
on the gas mixture) of 5000 (1/hr). The reaction for the CO 
removal started at a temperature of 250 °C. 

After the reaction got stable, a sample was obtained 
from an outlet of the reaction tube, and analyzed using gas 

15 chromatography (thermal conductivity detector and flame 
ionization detector), whereby the conversion of CO to C0 2 
was obtained. 

The results are shown in Fig. 6. It is seen from Fig. 6 
that the activity of the catalyst of each Example is higher 
20 than that of the Cu/ZnO catalyst of Comparative Example. 
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Example 28 

Using the catalyst for the water gas shift reaction 
according to Example 17, the CO removing performance 
5 from a hydrogen gas which contained carbon monoxide was 
estimated. Experiments for the evaluation were carried out 
similarly to those as to the catalysts of Examples 20 to 27. 
It is noted that the similar CO removal experiments were 
carried out using the Cu/ZnO catalyst as Comparative 
10 Example. 

The results are shown in Fig. 7. It is seen from 
Fig. 7 that the CO removal of Example 28 shows a further 
higher CO removal compared with the Comparative Example. 



15 Example 29 

A reformed gas rich in hydrogen which was produced 
from a butane gas as a hydrocarbon based fuel and steam 
through the steam reforming reaction was contacted with 
the catalyst for the water gas shift reaction according to 

20 Example 17, and then contacted with an Ru-based selective 
oxidation catalyst, and thus obtained reformed gas was 
supplied to a polymer electrolyte fuel cell. An amount of 
the reformed gas supplied to the fuel cell was 11.6 
liters/min. according to an integrating flowmeter, and 

25 electricity generation of the fuel cell was estimated using 
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an electronically loading device (electronic load device). 

Generation performance of the fuel cell is shown in the 
following table: 



current 


voltage 


electric power generation 


20 amperes 


16.8 volts 


336 watts 



As seen from the above table, it is confirmed that in 
the fuel cell system of Example 29 the electricity 
generation is possible by means of the fuel cell using the 
reformed gas obtained by the steam reforming reaction of 
10 the fuel and through the water gas shift reaction and the 
selective oxidation reaction. 
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CLAIMS 

1. A catalyst for a water gas shift reaction 
characterized in that at least platinum is supported on a 

5 metal oxide carrier. 

2. The catalyst for the water gas shift reaction 
according to claim 1 characterized in that the metal oxide 
carrier is at least one selected from the group consisting of 
zirconia, alumina, titania, silica, silica-magnesia, zeolite, 

10 magnesia, niobium oxide, zinc oxide and chromium oxide. 

3. The catalyst for the water gas shift reaction 
according to claim 1 or 2 characterized in that an amount of 
supported platinum is between 0.1 % by weight and 10.0 % 
by weight based on a weight of the metal oxide carrier. 

15 4. The catalyst for the water gas shift reaction 

according to any one of claims 1 to 3 characterized in that 
rhenium in addition to platinum is further supported on the 
metal oxide carrier. 

5. The catalyst for the water gas shift reaction 
20 according to claim 4 characterized in that an amount of 

supported rhenium is between 0.1 % by weight and 10.0 % 
by weight based on a weight of the metal oxide carrier. 

6. The catalyst for the water gas shift reaction 
according to any one of claims 1 to 5 characterized in that 

25 at least one metal selected from the group consisting of 
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yttrium, calcium, chromium, samarium, cerium, tungsten, 
neodymium, praseodymium, magnesium, molybdenum and 
lanthanum is further supported on the metal oxide carrier in 
addition to platinum and rhenium which is optionally 
5 present. 

7. The catalyst for the water gas shift reaction 
according to claim 6 characterized in that an amount of said 
supported metal is between 0.1 % by weight and 10.0 % by 
weight based on a weight of the metal oxide carrier. 

10 8. The catalyst for the water gas shift reaction 

according to any one of claims 1 to 7 characterized in that 
the catalyst has been subjected to a hot water treatment 
after supporting platinum and optional other metal on the 
metal oxide carrier. 

15 9. A method for removing carbon monoxide in a 

hydrogen gas characterized in that the hydrogen gas which 
contains carbon monoxide is contacted with a catalyst for a 
water gas shift reaction in which catalyst at least platinum 
is supported on a metal oxide carrier. 

20 10. The method for removing carbon monoxide 

characterized in that the catalyst for the water gas shift 
reaction according to any one of claims 1 to 8 is used. 

11. A fuel cell generation system characterized in that 
a hydrogen gas which contains carbon monoxide is 

25 contacted with a catalyst for a water gas shift reaction in 
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which catalyst at least platinum is supported on a metal 
oxide carrier so as to remove carbon monoxide from the 
hydrogen gas, which is supplied to a fuel cell. 

12. The fuel cell generation system according to claim 
11 wherein the catalyst for the water gas shift reaction 
according to any one of claims 1 to 8 is used. 
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ABSTRACT 

There is provided a catalyst for a water gas shift 
reaction in a hydrogen gas which is able to effectively 
5 remove CO in the hydrogen gas within a broader 
temperature range. 

Such a catalyst for the water gas shift reaction is 
characterized in that a metal oxide carrier supports at least 
platinum. The catalyst can be used for removing carbon 
10 monoxide in the hydrogen gas. Particularly, such a catalyst 
can be used in the water gas shift reaction for removing 
carbon monoxide in a reformed gas in a fuel cell generation 
system. 
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Declaration and Power of Attorney For Patent Application 
Japanese Language Declaration 



(SiSr**^-) IzmjEZtikLtc. 



As a below named inventor, I hereby declare that: 

My residence, post office address and citizenship are as stated 
next to my name. 

I believe I am the original, first and sole inventor (if only one 
name is listed below) or an original, first and joint inventor (if 
plural names are listed below) of the subject matter which is 
claimed and for which a patent is sought on the invention 
entitled. 

CATALYSTS FOR WATER GAS SHIFT REACTION/ 

METHOD FOR REMOVING CARBON MONOXIDE IN 

HYDROGEN GAS AND FUEL CELL GENERATION 
SYSTEM ~ ~ 

the specification of which 

□ is attached hereto. 

M was filed on March 16, 2000 

as United States Application Number or 
PCT International Application Number 
PCT/JP00/016O 0 and was amended on 

(if applicable). 

I hereby state that I have reviewed and understand the 
contents of the above identified specification, including the 
claims, as amended by any amendment referred to above. 

I acknowledge the duty to disclose information which is material 
to patentability as defined in Title 37, Code of Federal 
Regulations, Section 1 .56. 
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Japanese Language Declaration 



&{±, ^mmmm^mm^ (a) - (d) mxumsm cw m*z 

S365 (a) »c»cK HUffilL X(i^If-«« 

Prior Foreign Application® 
11-073270 



(Number) 
11-194104 



Japan 



(Country) 
Japan 



(Number) 



fA5i, fff35£l*: 



(Country) 

(B«> 



(e) SCS^t»-CT3a©*i 



(Application No.) 



(Filing Date) 

(HJHB) 

^365* (c) (ca-^<«fiJ*CCC±?iL^t 0 
| »*«H©W»***HffiJI»35illl2*S15 



(Application No.) 



(Filing Date) 



(Application No.) 



(Filing Date) 
(fflHB) 



*vfc«ftO^lHatje**j.i:PI^©ff»{i*H«|||gl8li®1001 



I hereby claim foreign priority under Title 35, United States Code, 
Section 1 1 9 (a)-(d) or 365(b) of any foreign application(s) for patent 
or inventor's certificate, or Section 365(a) of any PCT international 
application which designated at least one country other than the 
United States, listed below and have also identified below, by 
checking the box, any foreign application for patent or inventor's 
certificate, or PCT International application having a filing date 
before that of the application on which priority is claimed. 

Priority Claimed 

18/03/1999 s 



(Day/Month/Year Filed) 
(ff«HB) 
08/07/1999 
(Day/Month/Year Filed) 



Yes 



Yes 



□ 
No 

□ 
No 



I hereby claim the benefit under Title 35, United States Code, 
Section 119(e) of any United States provisional application(s) listed 
below. 



(Filing Date) 

) 



(Application No.) 

(ffiHS#) 

I hereby claim the benefit under Title 35, United States Code, Section 
120 of any United States application(s), or Section 365(c) of any PCT 
International application designating the United States, listed below 
and, insofar as the subject matter of each of the claims of this 
application is not disclosed in the prior United States or PCT 
International application in the manner provided by the first paragraph 
of Title 35, United States Code Section 112, 1 acknowledge the duty 
to disclose information which is material to patentability as defined in 
Title 37, Code of Federal Regulations, Section 1.56 which became 
available between the filing date of the prior application and the 
national or PCT International filing date of application. 

(Status: Patented, Pending, Abandoned) 



(Status: Patented, Pending, Abandoned) 

am ■. memm. as**, mm) 

I hereby declare that all statements made herein of my own 
knowledge are true and that all statements made on information 
and belief are believed to be true; and further that these statements 
were made with the knowledge that willful false statements and the 
like so made are punishable by fine or imprisonment, or both, under 
Section 1001 of Title 18 of the United States Code and that such 
willful false statements may jeopardize the validity of the application 
or any patent issued thereon. 
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Japanese Language Declaration 

(S$ii@t) 

Stt : &tt"FIB©S§9i# t LT. *ffiM(-H-r 3— 3J©#£t# POWER OF ATTORNEY: As a named inventor, I hereby appoint 
&3fcft1fff6MmfcttlsX:i&fj?&#m±tfc&fiMXk VX. the following attorney(s) and/or agent(s) to prosecute this 
TmL<D%-&$g%i -»*r L £i" 0 application and transact all business in the Patent and Trademark 

(#K±, £ 3fcf±f^A©iB*&tf SSHHf*W!fi© d k ) 0«ice connected therewith: (1st name and registration number) 

^ Norman F. Obion, Reg. N o. 24,618; M arvin J. Spivak, Reg. No J _24 i g1^ Y C. Irvin McClelland, Reg. No. 21,124; Gregory J. Maier, Reg. No. 
, 25,599; A rthur 1. Neustadt. Rea No /24.854: Ric hard D. Kelly, Reg. No.££Z£7i James D. Hamilton, Reg No. 28~.421: Eckhard H. Kuesters, 
Reg.'NoT^SZQi. Robert T. Pous, Reg. No . 29.089; Charles L. Gholz, Reg. No. 26^395 L William E. Beaumont, Reg. No. 30,996; Jean-Paul 
Lavalleye, Reg. No . 31.451; Stephen G. Baxter, Reg. No . 32,884; Richard L. Treanor, Reg. No. 3,6,379; Steven P. WeThrouch, Reg. No. 
,32,829; John T. Goofkasian, Reg. No . 26,142; R ichard L. Chinn, Reg. No . 34,305; Steven E. Lipman, Reg. No. 30,011 ; Carl E. Schlier, Reg. 
No . 34,426; J ames J. Kulbaski, Reg. No. 34,648; R ichard A. Neifeld, Reg. N o. 35.299; J. Derek Mason, Reg. No. 3J5^[70^Surinder Sachar, 
Reg. No . 34,423; J effrey B. Mclntyre, Reg\ No,j56J367; William T. Enos, Reg. ^.^33^128; Michael E. McCabe, Jr., Reg. No. 37,182; Bradley 
D. Lytle, Reg. No . 40,073; and Michael R. Casey, Reg. No. 40,294, with full powersof substitution and revocation. 



it MMti & Send Correspondence to: 



OBLON, SPIVAK McCLELLAND, MAIER & NE USTADT, P.C. 
, FOURTH FLOOR 
1755 JEFFERSON DAVIS HIGHWAY 
ARLINGTON, VIRGINIA 22202 U.SA 



II Ei£«fSiII&S6 : m&V^nmm^r) Direct Telephone Calls to: (name and telephone number) 

3 (703)413-3000 



^ 


Full name of sole or first joint inventor 
~- AkiraL-IflARAfiHT 




Inventor^ signature / ) a Date 




Residence (J ( 
Saitama, Japan 


mm 


Citizenship 
Japan 




Post Office Address 
6-3-5-111, Uchiya, Urawa-shi, 




Saitama 336-0034 Japan 




Full name of second joint inventor, if any 
Hirokazu HI GASH I 




Second joint Inventor's signature Date 


&m 


Residence 
Kanaaawa, Japan ZTPX 


mm 


Citizenship 
Japan 




Post Office Address 
903, ROKUGOJUTAKU, 2-12-14, Honmachi, 




Kawasaki-ku, Kawasaki-shi , 
Kanagawa 210-0001 Japan 



(^=WS©^I^Sf!#fc:-CH >T fcl^ClB^L, W^fS Z. t ) (Supply similar information and signature for third and subsequent 

joint inventors.) 
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Japanese Language Declaration 







3^ 


i Full name of third joint inventor, if any 

Manabu MIZOBUCHI 






Btt 


Third joint Inventor's signature Date 


am 


Residence 

Msm^-i Japan^TTX' 




Citizenship 
Japan 




Post Office Address 
3-11-22, Kusugaokacho, Nada-ku, 




Kobe-shi, Hyogo 657-0024 Japan 





^ Full name of fourth joint inventor, if any 
» Noboru HASHIMOTO 




Fourth joint Inventory signature a. Date,. , 




Residence 

Osaka, Japan ZTf^C 


t mm 


Citizenship 
Japan 




Post Office Address 
4-13-4, Senriyamanishi , Suita-shi, 




Osaka 565-0851 Japan 






Full name of fifth joint inventor, if any 

Kensaku KINUGAWA 




Fifth joint Inventor's signature Date 




Residence 
Osaka, Japan UfX 


Bit 


Citizenship 
Japan 




^ANKORINI^HISHOSEIRyO, 27-13, 




Kiyotakinakamachi , Shi jonawate-shi , 
Osaka 575-0061 Japan 






Full name of sixth joint inventor, if any 




Sixth joint Inventor's signature Date 




Residence 




Citizenship 




Post Office Address 






$ li ;h.fet&0)&l§lf^}#i-fcr L, T IrS*I frit (Supply similar information and signature for third and sub- 
$g 43 <fc Vfm& € %ft 1" £ C 0 ) sec 1 uent j° int inventors.) 
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